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(57) The glittering ink composition of the present 
invention contains a glass flake pigment, a water-solu- 
ble resin, a water-soluble organic solvent and water as 
essential ingredients. The content of the glass flake pig- 
ment is 0.01 - 40% by weight relative to the total amount 
of the ink composition. Moreover, the ink composition 
contains a synthetic resin emulsion as a binder compo- 
nent for fixing the glass flake pigment to a handwriting 
or a coated film in 0.01 - 40% by weight in solids relative 
to the total amount of the ink composition. The synthetic 
resin emulsion has an anionic property or a nonionic 
property and its minimum film forming temperature is 
not higher than 20°C 
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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001 ] The present invention relates to an aqueous glittering ink composition which can be suitably used for writing 
tools, printing inks, fields pertaining to coatings, cosmetics, and the like. 

w Description of the Prior Art 

[0002] Heretofore, for the purpose of obtaining a handwriting with metallic luster such as gold and silver, aqueous 
ink compositions using glittering pigments have been proposed. For example. Japanese Unexamined Patent Publica- 
tion No. 7-1 18592 proposes an aqueous ink composition using an aluminum powder pigment. Japanese Unexamined 
i5 Patent Publication No. 8-151547 proposes an ink composition using a pearl pigment. Japanese Unexamined Patent 
Publication No. 1 1 -29734 proposes an aqueous metallic ink prepared by coloring an aluminum powder with an organic 
pigment using a fixer. 

[0003] However, in the case of such conventional aqueous ink compositions using glittering pigments such as alu- 
minum powder pigment, pearl pigment and the like, it has been difficult to obtain handwritings or coating films with 
20 strong glittering feeling and three-dimensional feeling. Moreover, although in order to obtain metallic color has been 
adopted a method in which these glittering pigments are colored with coloring materials such as dyes and pigments, 
there has been a problem that the glittering feeling is lost in the coloring step because of the use of a resin, 
[0004] The object of the present invention is to provide aqueous glittering ink compositions which can provide hand- 
writings or coating films having glittering feeling stronger in comparison with aqueous ink compositions using conven- 
es tional glittering pigments, and moreover having together strong three-dimensional feeling which conventional ink 
compositions never have. 

[0005] The other object of the present invention is to provide aqueous glittering ink compositions which can provide 
handwritings or coated films having strong glittering feeling without loosing glitter in comparison with aqueous ink com- 
positions using conventional glittering pigments. 

30 

SUMMARY OF THE INVENTION 

[0006] As a result of intensive studies for achieving the aforementioned objects, the present inventors have adopted 
an aqueous glittering ink composition containing, at least, a glass flake pigment, a water-soluble resin, a water-soluble 
35 organic solvent and water. Furthermore, the present inventors have adopted an aqueous glittering ink composition con- 
taining, at least, a metal coated inorganic pigment, a water-soluble resin, a water-soluble organic solvent and water. 
The "metal coated inorganic pigment" used in the present invention is defined as a general term for inorganic pigments 
coated with at least one substance of metal and metal oxide. 

[0007] Accordingly, the aqueous glittering ink composition containing the glass flake pigment can provide a hand- 
le writing or a coated films having glittering feeling and three-dimensional feeling stronger than those achieved by aque- 
ous ink compositions using conventional glittering pigments such as an aluminum powder pigment and a pearl pigment, 
because of high surface smoothness inherent to glass. 

[0008] Moreover, the aqueous glittering ink composition containing the metal coated inorganic pigment also can 
provide a handwriting or a coated film having glittering feeling stronger than that achieved by aqueous ink compositions 
45 using conventional glittering pigments without loosing glitter, because the inorganic pigment has been colored with 
metal deposition or the like. 

DESCRIPTION OF THE PREFERRED EMBODIMENT 
so (Glass flake pigment) 

[0009] The glass flake pigment used in the present invention is defined as a pigment which has a structure wherein 
a flaky glass is coated with metal or the like and has glittering feeling and three-dimensional feeling. As an example, a 

glass flake pigment-formed of-a-flaky.olassxoated wit h metal by electroless plating can be us ed. For example, ones 

55 coated with silver available from Toyo Aluminium CO., LTD. under the trade names of "Metasriine~REFSX-2015PS f 7 
"Metashine REFSX-2025PS" and "REFSX-2040PS" can be mentioned. 

[001 0] In addition, a glass flake pigment formed of a flaky glass coated with metal by spattering can also be used. 
For example, ones coated with silver available from Toyo Aluminium CO., LTD. under the trade names of "Crystal Color 
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GF2125", "Crystal Color GF2125-M", "Crystal Color GF2140" and "Crystal Color GF2140-M" can be mentioned. Also 
ones coated with nickel-chromium-molybdenum available from the same company under the trade names of "Crystal 
Color GF2525", "Crystal Color GF2525-M", "Crystal Color GF2540" and "Crystal Color GF2540-M" can be mentioned. 
Also, one coated with brass available from the same company under the trade name of "Crystal Color GF250", one 
5 coated with silver alloy available from the same company under the trade name of "Crystal Color GF1 345", one coated 
with titanium available from the same company under the trade name of "Crystal Color GF1 445" can be mentioned. 
[0011] In the present invention, the glass flake pigment preferably has a median diameter of 5.0 - 100 pm. When 
the median diameter of the glass flake pigment is less than 5.0 u.m, the flake particles are so small that the glittering 
feeling becomes poor. On the other hand, the median diameter of the glass flake pigment of greater than 100 jxm is 
10 unfavorable because the ink is difficult to come out of a pen tip. 

[0012] The glass flake pigment of the present invention is preferably contained in 0.01 - 40% by weight relative to 
the total amount of the ink composition. When the content of the glass flake pigment is less than 0.01 % by weight rel- 
ative to the total amount of the ink composition, only unsatisfactory glittering feeling and three-dimensional feeling can 
be obtained. When the content of the glass flake pigment exceeds 40% by weight relative to the total amount of the ink 
15 composition, the viscosity of the ink increases so high that the fluidity and writing performance of the ink become poor. 
The optimum content of the glass flake pigment ranges 0.5 - 30% by weight 

(Metal coated inorganic pigment) 

[0013] The metal coated inorganic pigment to be used in the present invention comprises, for example, as an inor- 
ganic pigment which is coated with metal or metal oxide by means of metal deposition or the like. For example, alumi- 
num coated with iron(lll) oxide can be used. For example, ones available from BASF AG under the trade names of 
"Paliocrom Gold L2000", "Paliocrom Gold L2002", "Paliocrom Gold L2020", "Paliocrom Gold L2022". "Paliocrom Gold 
L2025", and "Paliocrom Orange L2800" can be mentioned. In addition, mica coated with iron(lll) oxide can also be 
used. For example, ones available from BASF AG under the trade names of "Paliocrom Red Gold L2500" and "Pal- 
iocrom Red L4000" can be mentioned. Moreover, mica-like iron(lll) oxide coated with aluminum -manganese can be 
used. For example, ones available from BASF AG under the trade names of "Paliocrom Copper L3000" and "Paliocrom 
Copper L3001" can be mentioned. Mica coated with reduced titanium dioxide can also be used. For instance, ones 
available from BASF AG under the trade names of "Paliocrom Blue Silver L6000" and "Paliocrom Blue Silver L6001 " 
can be mentioned. Moreover, mica coated with titanium dioxide can also be used. 

[0014] A median diameter of the aforementioned metal coated inorganic pigment also preferably ranges 5.0-100 
u.m in common with the glass flake pigment The case in which the median diameter is less than 5.0 \im is unfavorable 
because the inorganic pigment particle is so small that the glittering feeling becomes poor. The case in which the 
median diameter exceeds 100 u.m is also unfavorable because when the metal coated inorganic pigment is used in the 
form of ink for ball-point pens, it is difficult to come out of the pen tip. 

[0015] As for the amount of the metal coated inorganic pigment to be compounded, the pigment is preferably con- 
tained in 0.01 - 40% by weight relative to the total amount of the ink composition in common with the glass flake pig- 
ment When the content of the inorganic pigment is less than 0.01% by weight relative to the total amount of the ink 
composition, the glittering feeling becomes unsatisfactory. When the inorganic pigment exceeds 40% by weight relative 
to the total amount of the ink composition, the viscosity of the ink becomes so high that the fluidity is reduced. The opti- 
mum content of the inorganic pigment ranges 0.5 - 30% by weight 

(Water-soluble organic solvent) 

45 [0016] Water-soluble organic solvents capable of preventing both from drying at the pen tip and freezing of the ink 
are preferably used, which can be exemplified by glycols such as ethylene glycol, diethylene glycol, triethylene glycol, 
propylene glycol and polyethylene glycol, potyhydric alcohols such as glycerin, glycol ethers such as ethylene glycol 
monomethyl ether, diethylene glycol monomethyl ether, d (propylene glycol monomethyl ether and d (propylene glycol 
monopropyl ether. These organic solvents may be used alone or in combination of two or more of them. 

50 [0017] The content of the water-soluble organic solvent is preferably contained 1 .00 - 40% by weight relative to the 
total amount of the ink composition. When the content of the water-soluble organic solvent is less than 1 .00% by weight 
relative to the total amount of the ink composition, the pen tip becomes suscepttole to dry and the ink becomes liable 
to freeze. When the content of the wa ter-soluble solvent exceeds 40% by weight relative to the total amount of the ink 
composition, a handwriting or a coated filrFis^ifficWto^ryo^ 

55 is affected. The optimum content of the water-soluble organic solvent, which varies depending on its type, ranges 5.00 
- 20% by weight. 
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(Colorant) 

[0018] A colorant can be used in the present invention. The use of a colorant can adjust the ink colors to a variety 
of colors. It is important that such a colorant should be used as does not react with the aforementioned glass flake pig- 
5 ment or metal coated inorganic pigment nor does it affect coloring of such a glass flake pigment or metal coated inor- 
ganic pigment Moreover, colorants with high solubility and dispersfoility are favorable. 

[0019] Examples include water-soluble dyes such as acid dyes, direct dyes and basic dyes, inorganic pigments 
such as carbon black and titanium oxide, organic pigments such as copper phthalocyanine pigments, threne pigments, 
azo pigments, quinacridon pigments, anthraqutnone pigments, dioxane pigments, indigo pigments, thioindigo pigments, 

10 perinone pigments, perylene pigments, indolenone pigments and azomethine pigments, and fluorescent pigments, 
colored resin emulsions and the like can be mentioned. These may also be used in the form of a pigment dispersion. 
The present invention can use one species of pigment or can use two or more species of pigments in combination. 
Moreover, the glass flake pigment or metal coated inorganic pigment in the present invention can be used after being 
mixed with glittering pigments including aluminum powder pigments and pearl pigments. Furthermore, they can be 

15 used mixed with opacifying pigments including a variety of inorganic or organic white pigments such as titanium oxide, 
alkylene bismelamine derivatives, plastic pigments (synthetic resin particle pigments) with opacifying power of various 
shapes including spherical shapes, oblate shapes and the like. The metal coated inorganic pigment can also be used 
together with the glass flake pigment. 

[0020] Such a colorant need not be contained in the aqueous ink composition of the present invention. Even aque- 
20 ous ink compositions containing not colorants but glass flake pigments or metal coated inorganic pigments can provide 
high glittering feeling and high three-dimensional feeling to handwritings or coated films. Also even aqueous ink com- 
position not containing colorants but containing metal coated inorganic pigments can add high glittering feeling to hand- 
writings or coated films. The aforementioned aqueous ink compositions containing colorants, however, are extremely 
preferable because they can provide glittering feeling depending upon the hue or the like of the colorants contained. 
25 [0021] The colorant is preferably contained in 0.01 - 30% by weight relative to the total amount of the ink composi- 
tion. When the colorant is less than 0.01 % by weight relative to the total amount of the ink composition, coloring by the 
colorant is difficult to be visually recognized. When the colorant exceeds 30% by weight in the total amount of the ink 
composition, the viscosity of the ink becomes so high that the fluidity becomes poor. The optimum amount of the color- 
ant to be compounded, which varies depending on its type, ranges 0.05 - 20% by weight 

30 

(Water-soluble resin) 

[0022] As a water-soluble resin, preferably used is the water-soluble thickening resin which is capable of dispersing 
the glass flake pigment or the metal coated inorganic pigments and of preventing them from precipitation. Applicable as 
35 polysaccharides are microbial polysaccharides and derivatives thereof, including pullulan, xanthan gum, whelan gum, 
rhamsan gum, succinoglucan and daxtran; water-soluble vegetable polysaccharides and derivatives thereof including 
tragacarrth gum, guar gum, tara gum, locust bean gum, ghatti gum, arabinogalactan gum, gum arabic, quince seed 
gum, pectin, starch, psyllium seed gum, pectin, carrageenan, aJginic acid, agar and the like; water-soluble animal 
polysaccharides and derivatives thereof including gelatin, casein and albumin. Moreover, N-vinylacetamide type resins 
40 such as N-vinylacetamide resin and crosslinked N-vinylacetamide resin can be used as the thickening resin. 

[0023] In the present invention, the microbial polysaccharides and derivatives thereof can specifically and prefera- 
bly be used among the aforementioned water-soluble resins. Such water-soluble resins can be used either alone or in 
combination of two or more of them. 

[0024] The water-soluble resin is preferably contained in 0.01 - 40% by weight relative to the total amount of the ink 
45 composition. If the content of the water-soluble resin is less than 0.01% by weight relative to the total amount of the ink 
composition, effect on preventing the glass flake pigment or the metal coated inorganic pigment from precipitation 
becomes unsatisfactory. When the water-soluble resin exceeds 40% by weight relative to the total amount of the ink 
composition, the viscosity of the ink becomes so high that the fluidity becomes poor. The optimum amount of the water- 
soluble resin to be compounded, which varies depending on its type, ranges 0.05 - 20% by weight 

50 

(Synthetic resin emulsion) 

[0025] As previously mentioned, the present inventors have found that in order to obtain handwriting of metallic lus- 
ter color such as gold-arid silver-and the-Iike. the-use-of-glass flake pigments for-ink compositions containing a water- 
55 soluble thickening resin, a water-soluble organic solvent and water is preferable. The glass flake pigments can provide, 
to handwritings or coated films, glittering feeling and three-dimensional feeling higher than those with aluminum powder 
pigments and peart pigments. 

[0026] However, they have also found that although an aqueous glittering ink composition containing a water-solu- 
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ble thickening resin can increase f ixability of the glass flake pigments by this water-soluble thickening resin, it is difficult 
to fix firmly to handwritings or coated films since the size of the glass flake pigment is large. Accordingly, in the case of 
the aqueous ink composition containing glass flake pigments, the glass flake pigments are easily peeled by friction after 
writing or coating and it is difficult to maintain high glittering feeling and three-dimensional feeling to handwritings or 
5 coated films. Therefore, durability of handwritings or coated films having glittering feeling and three-dimensional feeling 
becomes poor. 

[0027] From the above-mentioned situation, an important problem is to provide aqueous glittering ink compositions 
which can improve the fixability of glass flake pigments to handwritings or coated films and maintain higher glittering 
feeling and three-dimensional feeling to the handwritings or coated films without deteriorating ink characteristics or writ- 
10 ing characteristics and without inhibiting effects on the high glittering feeling and three-dimensional feeling derived from 
compounding the glass flake pigments. 

[0028] As a result of intensive studies for solving this problem, they have found that the problem can be solved by 
aqueous glittering ink compositions containing, as essential ingredients, a glass flake pigment, a water-soluble thicken- 
ing resin, a water-soluble organic solvent and water, further containing a binder component which fixes the glass flake 

is pigment to handwritings or coated films. 

[0029] On the other hand, another possible option for fixing such a glass flake pigment to handwritings or coated 
films is to use a water-soluble synthetic resin as a binder component. However, in the case of some water-soluble syn- 
thetic resins, if the contents thereof are set to be high in order to fix the glass flake pigment firmly, solubility of the thick- 
ening resin and dispersibility of the colorant are badly affected. Moreover, there may be cases where viscoelasticity of 

20 the ink are greatly reduced, which leads to reduction in writing characteristics. Moreover, even H fixability to handwrit- 
ings or coated films is shown, aqueous ink compositions should not be the ones wherein high glittering feeling and 
three-dimensional feeling of the glass flake pigment are contained are poor in handwritings or coated films. 
[0030] The present inventors have made further intensive studies. As a result, they have found that the use of a syn- 
thetic resin emulsion as a binder component for fixing the glass flake pigment to handwritings or coated films permits 

25 improvement in fixability of the glass flake pigment to handwritings or coated films without affecting solubility of water- 
soluble thickening resins, dispersibility of colorants, viscoelasticity of ink, and coloring of ink and without inhibiting 
effects of high glittering feeling and three-dimensional feeling by compounding the glass flake pigment, and they have 
accomplished the present invention. 

[0031] Accordingly, the aqueous ink composition of the present invention which contains a glass flake pigment is 

30 capable of improving fixability of the glass flake pigment to handwritings or coated films, forming handwritings or coated 
films of durability, and maintaining high glittering feeling and three-dimensional feeling to the handwritings or coated 
films when it is put on a substrate such as paper, metal, plastics and textile fabrics by writing or coating. The reason of 
this is that the film formability of the synthetic resin emulsion is suitable for glass flake pigments having a large-sized 
flake shape and the glass flake pigment can be fixed firmly to handwritings or coated films without inhibiting effects of 

35 high glittering feeling and three-dimensional feeling by compounding the glass flake pigment. 

[0032] Moreover, since the binder component used in the present invention is not a water-soluble synthetic resin 
but a synthetic resin emulsion, it does not affect properties including solubility of the water-soluble thickening resin to 
be compounded together, dispersibility of the colorant and viscoelasticity of the ink very much. The ink composition of 
the present invention therefore can improve the fixability of the glass flake pigment without affecting the viscoelasticity 

40 of the ink, writing characteristics and color of handwritings or coated films. 

[0033] From such facts, the aqueous glittering ink composition of the present invention containing the glass flake 
pigment can maintain, to handwritings or coated films, glittering feeling and three-dimensional feeling higher than those 
achieved by the conventional aqueous ink compositions using glittering pigments such as aluminum powder pigments 
and pearl pigments without deteriorating ink characteristics, writing aptitudes or the like or without inhibiting high sur- 

45 face smoothness inherent to glass. 

[0034] The synthetic resin emulsion of the present invention is not specifically restricted and any water-dispersive 
synthetic resin emulsion is available. Considering the ink characteristics and writing aptitudes however, it is important 
to use the ones which do not affect solubility of water-soluble thickening resin, viscosity of the ink, dispersibility of the 
colorant and coloring of the ink. Moreover, it is important not to inhibit the effect on high glittering feeling and three- 

so dimensional feeling caused by the composition of the glass flake pigment. 

[0035] The minimum film forming temperature of the synthetic resin emulsion is preferably not higher than 20°C. If 
the minimum film forming temperature of the synthetic resin emulsion is not higher than 20°C. particularly not higher 
than 0°C, a film can be formed not only at room temperature (about 25°C) but in a cold district and fixability of handwrit- 

ings or coated films to substrates can be improved 

55 [0036] Synthetic resin emulsions having an anionic property or a nonionic property can be preferably usedrSucrf 
synthetic resin emulsions having the anionic property or the nonionic property can be prepared, for example, by pro- 
ducing synthetic resins from anionic or nonionic monomers or using anionic or nonionic emulsif iers. If the synthetic 
resin emulsion has the anionic property or the nonionic property, stability of the ink composition can be improved. 
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[0037] Preferred synthetic resin emulsions do not affect dispersibility of colorants or solubility of water-soluble thick- 
ening resin when pH of inks are 6 or more. 

[0038] From such a viewpoint, for example, aery I based synthetic resin emulsions, styrene-acryl based synthetic 
resin emulsions and vinyl acetate based synthetic resin emulsions can be used as a synthetic resin emulsion. Preferred 

5 examples of the aery I based synthetic resins include aery late copolymer synthetic resin emulsions. Preferred examples 
of the styrene-acryl based synthetic resin emulsions include styrene-acrylate copolymer synthetic resin emulsions. As 
the vinyl acetate based synthetic resin emulsions, vinyl acetate synthetic resin emulsions and vinyl acetate-acrylate 
copolymer synthetic resin emulsions, for example, are preferably used. As the synthetic resin emulsion, one species of 
these synthetic resins can be used and also two or more species of these synthetic resins can be used in combination. 

10 [0039] For example, the aery I based synthetic resin emulsion can be exemplified by the trade name "Nikasol 
FX336" (manufactured by Nippon Carbide Industries Co., Inc.; anionic; pH 7.5; minimum film forming temperature = 
0°C), the trade name "Mowinyl DM772" (manufactured by Clariartt Polymers Co., Ltd ; anionic; pH 8.5; minimum film 
forming temperature = 12 - 14°C) and the trade name "Mowinyl 700" (manufactured by Clariartt Polymers Co., Ltd ; ani- 
onic; pH 8.0; minimum film forming temperature = 5°C). The vinyl acetate based synthetic resin emulsion can be exem- 

15 plified by the trade name "Nikasol TG134A" (manufactured by Nippon Carbide Industries Co., Inc.; pH 7.5; minimum 
film forming temperature = 0 °C) and the trade name "Mowinyl 507" (manufactured by Clariant polymers Co., Ltd ; non- 
ionic; pH 6.5; minimum film forming temperature «= 0°C). 

[0040] Although a content of the synthetic resin emulsion is not particularly specified, a preferable range is 0.01 * 
40% by weight in solids relative to the total amount of the ink composition, for example. The content of the synthetic 

20 resin emulsion of less than 0.01% by weight in solids relative to the total amount of the ink composition results in reduc- 
tion in fixabilrty of the glass flake pigment to handwritings or coated films. If the content of the synthetic resin emulsion 
exceeds 40% by weight in solids relative to the total amount of the ink composition, the solids are so much that writing 
characteristics are deteriorated because of, for example, film formation at the pen tip. In addition, handwritings or 
coated films are liable to whiten. In order to further improve the fixabilrty of the glass flake pigment to handwritings or 

25 coated films, the most desirable content of the synthetic resin emulsion is at least 0.3% by weight in solids relative to 
the total amount of the ink composition. Moreover, in order to further improve writing characteristics, the most desirable 
content of the synthetic resin emulsion is 20% by weight in solids relative to the total amount of the ink composition. 
That is, the optimum content of the synthetic resin emulsion is 0.3 - 20% by weight. 

[0041] In addition, also in the case of the ink composition containing the synthetic resin emulsion as a binder com- 
30 ponent together with the glass flake pigment, it is important that resins which can adjust viscosity of the ink and facilitate 
dispersion of the glass flake pigment and prevent its precipitation. Water-soluble thickening resin with a function to form 
film of handwritings or coated films can be used. For example, microbial polysaccharides and derivatives thereof can 
be used, including pullulan, xanthan gum, whelan gum, rhamsan gum, succinoglucan and dextran. Water-soluble veg- 
etable polysaccharides and derivatives thereof can also be used, including tragacanth gum, guar gum, tara gum, locust 
35 bean gum, ghatti gum, arabinogalactan gum, gum arabic, quince seed gum, pectin, starch, psyllium seed gum, pectin, 
carrageenan, algtntc acid and agar. Water-soluble animal polysaccharides and derivatives thereof can also be used, 
including gelatin, casein and albumin. 

[0042] As the water-soluble thickening resin, salts (sodium sahs, ammonium salts and the like) of water-soluble res- 
ins (aery! based water-soluble resins, styrene-acryl based resins, styrene-maleic add based resins and the like), water- 

40 dispersion type resins and the like can also be used. 

[0043) In the case of ink compositions which contain a synthetic resin emulsion as a binder component together 
with the glass flake pigment, the microbial polysaccharides and derivatives thereof can be used preferably among the 
aforementioned water-soluble thickening resins. Such water-soluble thickening resins can be used either alone or in 
combination of two or more of them. 

45 [0044] In the case of ink compositions which contain a synthetic resin emulsion as a binder component together 
with the glass flake pigment the water-soluble thickening resin is preferably contained in 0.01 - 40% by weight relative 
to the total amount of the ink composition. In the case where the water-soluble thickening resin is less than 0.01% by 
weight relative to the total amount of the ink composition, the glass flake pigment is liable to precipitate. If the water- 
soluble thickening resin exceeds 40% by weight relative to the total amount of the ink composition in the case of the ink 

so composition containing the synthetic resin emulsion, the viscosity of the ink becomes so high that the fluidity becomes 
poor and writing characteristics are deteriorated. The optimum amount of the water-soluble thickening resin to be com- 
pounded somewhat varies depending upon the type of the water-soluble thickening resin, but is 0.05 - 20% by weight. 

[0045] Also in the case of the ink composition containing a synthetic resin emulsion as a binder component, water- 

soluble^rganic solvents which are capable~of preventing both drying at the pen tip and freezing of-the ink are preferably 

55 used, which can be exemplified by glycols such as ethylene glycol, diethyiene glycol, Methylene glycol, propylene glycol 
and poly thylene glycol, pofyhydric alcohols such as glycerin, and glycol ethers such as ethylene glycol mono methyl 
ether, diethyiene glycol monomethyl ether, dipropylene glycol monomethyl ether and dipropylene glycol monopropyl 
ether, and the like. These organic solvents can be used either atone or in combinatbn of two or more of them. 
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[0046] As for a water-soluble organic solvents, aliphatic monohydric alcohols with 1 to 4 carbon atoms, aliphatic 
polyhydric alcohols such as glycerin, glycols such as propylene glycol and glycol ethers such as propylene glycol mon- 
omethyl ether and the like are preferably used. 

[0047] Also in the case of the ink composition containing the synthetic resin emulsion as a binder component 
5 together with the glass flake pigment, the content of the water-soluble organic solvent is 1 - 40% by weight relative to 
the total amount of the ink composition. In the case where the content of the water-soluble organic resin is less than 1% 
by weight relative to the total ink composition, a pen tip is liable to dry and the ink becomes liable to freeze. If the content 
of the water-soluble organic solvent exceeds 40% by weight relative to the total amount of the ink composition, solubility 
of the water-soluble thickening resin is affected and handwritings and coated films become hard to dry. In the case of 
10 this ink composition, the optimum amount of the water-soluble organic solvent to be compounded varies depending 
upon the type of the water-soluble organic solvent, but is 5 - 30% by weight. 

[0048] Also in the case of the ink composition containing the synthetic resin emulsion as a binder component 
together with the glass flaKe pigment, colorants can be used. The use of colorants can adjust the color of the ink to var- 
ious colors. It is important to use colorants which do not react with the glass flake pigments and do not affect coloring 

15 of the glass flake pigments. Moreover, the one excellent in solubility and dispersibilrty are preferable as a colorant. 
[0049] For example, water-soluble dyes such as acid dyes, direct dyes and basic dyes (trip henylmethane -type, xan- 
thene-type, anthraquinone-type, metal complex -type, copper phthalocyanine-type and the like), organic pigments or 
inorganic solvents such as phthalocyanine, quinacridone, carbon black and titanium oxide, or fluorescent pigments, 
resin emulsions, colored resin emulsion and the like can be used. The colorant can also be compounded in the form of 

20 a pigment dispersion. The colorants can be used either alone or in combination of two or more of them. 

[0050] Also in the case of the ink composition containing the synthetic resin emulsion together with the glass flake 
pigment colorants need not be contained. Even aqueous ink compositions containing not colorants but glass flake pig- 
ments can add high glittering feeling and high three-dimensional feeling to handwritings or coated films. Each of the 
aforementioned aqueous ink compositions containing colorants, however, is extremely preferable because they can 

25 provide high brilliance depending upon the hue or the like of the colorants contained. 

[0051] In the case of the ink composition containing the synthetic resin emulsion as a binder component together 
with the glass flake pigment, the content of the colorant is preferably 0.01 - 30% by weight relative to the total amount 
of the ink composition. When the colorant is less than 0.01 % by weight relative to the total amount of the ink composi- 
tion, coloring by the colorant becomes difficult to be visually recognized. When the colorant exceeds 30% by weight ret- 

30 atrve to the total amount of the ink composition, the viscosity of the ink becomes so high that the fluidity becomes poor 
and glittering feeling is deteriorated. The optimum amount of the colorant to be compounded, which varies depending 
on its type, is 0.05 - 20% by weight 

(Other additives) 

55 

[0052] Moreover, to the ink composition of the present invention can be compounded conventional water such as 
ton-exchange water. In addition, as needed, lubricants such as polyoxyethylene alkali metal salts, dicarboxyltc amides, 
phosphates and N-oleyl sarcosine salts and the like, rust-inhibitors such as benzotriazole and tolyltriazole dicyclohexyl 
ammonium nitrate and the like, antiseptic mildew-proofing agents such as benzoisothiazoline-type, pentachlorophenol- 
40 type and creso! and the like, and various surfactants can be added. 

(Viscosity range) 

[0053] The preferred viscosity range of the ink composition is 1000 - 10000 mPa«s. The ink composition of the 
45 present invention is adjusted to such a viscosity range. These viscosities are measured values by an ELD-type viscom- 
t r (3° R14 corn; rotation speed: 0.5 rpm; 20°C). 

(Applications) 

so [0054] The aqueous glittering ink composition can be used in the fields of writing tools, printing, coating and cos- 
metics and the like. It is useful in a variety of applications as an aqueous glittering ink composition for writing tools (an 
aqueous glittering ink composition for ball-point pens and the like), an aqueous glittering ink composition for printing, an 

_ aqueous_glitterin g ink composition for applicators (an aqueous glittering ink composition for coating and the like) and 

the like. It is particularly the most desirable as an aqueous glrttering'ink'composition for ballpoint pens.- — 

55 

(Method of preparation) 

[0055] The aqueous glittering ink composition of the present invention is not specifically restrained but can be 
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obtained, for example, by mixing and stirring ingredients such as water, a water-soluble organic solvent, a glass flake 
pigment and a colorant or a pigment base to disperse them, and thereafter charging a water-soluble resin and filtering 
the resulting mixture, and subsequently degassing. In particular, the ink composition containing the synthetic resin 
emulsion as a binder component together with the glass flake pigment is preferably prepared by the following process 
5 although the preparation is not specifically restrained. First, water, a water-soluble organic solvent, and, as needed, 
other additives are mixed and stirred; to the mixture is charged the glass flake pigment, and the resulting mixture is 
stirred; and thereafter a water-soluble thickening resin is added and stirred. Next, the mixed liquid is adjusted its pH as 
needed, and a colorant is added and stirred, as needed. Subsequently, the synthetic resin emulsion is added and 
mixed. 

10 [0056] As for these preparations, heretofore known dispersing techniques, degassing techniques, filtering tech- 
niques and the like can be adopted. 

EXAMPLES 

15 [0057] Aqueous glittering ink compositions of Examples were obtained by mixing and stirring ingredients including 
water, a water-soluble organic solvent a glass flake pigment and a colorant or a pigment base and the like in the com- 
positions and amounts (parts by weight) given in Table 1 to disperse them, thereafter charging a water-soluble resin and 
filtering the resulting mixture, and subsequently degassing. For comparison, aqueous glittering ink compositions of 
Comparative Examples were prepared by mixing and stirring ingredients including water, a water-soluble organic sol- 

20 vent, a glittering pigment and the like to disperse them, thereafter charging a water-soluble resin and filtering the result- 
ing mixture, and subsequently degassing. In every preparation, heretofore known dispersing, degassing, filtering 
techniques and the like were used. 

[0058] Likewise, aqueous glittering ink compositions of other Examples and Comparative Examples were prepared 
by mixing and stirring ingredients including water, a water-soluble organic solvent and a glittering pigment and the like 
25 in the compositions and amounts (parts by weight) given in Table 2 to disperse them, thereafter charging a water-solu- 
ble resin and filtering the resulting mixture, and subsequently degassing. In every preparation, heretofore known dis- 
persing, degassing, filtering techniques and the like were used. 

[0059] In the same manners as previously mentioned, aqueous glittering ink compositions of another Examples 
and Comparative Examples were prepared by mixing and stirring ingredients including a glass flake pigment or brilliant 
30 pigment, water, a water-soluble organic solvent and the like in the compositions and amounts (parts by weight) given in 
Tables 3 - 8 to disperse them, thereafter charging a water-soluble resin and filtering the resulting mixture, and subse- 
quently degassing. In every preparation, heretofore known dispersing, degassing, filtering techniques and the like were 
used. 

[0060] For information, a colored emulsion containing a fluorescent pigment is used as a colorant in Examples in 
35 Table 6. 



40 



45 



50 



55 
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Table 1 (Parts by weight) 





Examples 


Comparative 
Examples 


1 


2 


3 


4 


5 


1 


2 


Glass flake , 




1 7.0 




7.0 










M 




5 O 

KM .\J 




5.0 


10.0 






Glittering 
pigment 


El 


- 










5.0 






- 




- 


- 


- 




10.0 


Water-soluble 
resin 


m 


0.3 


0.3 








0.3 




El 


- 


- 


0.3 


0.3 


0.2 


- 


0.3 


Colorant 


m 


1.0 


1.0 


- 


- 


- 


— 


- 






- 


- 


- 


2.0 


- 


- 


Pigment base 


El 




- 


20.0 


20.0 


- 


— 


- 


Water-soluble 
organic solvent 


m 


5.0 


5.0 


5.0 


5.0 




5.0 


5.0 


El 










7.0 






El 










14.0 






Antiseptic 

mildew-proofing 

agent 




0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


85.3 


87.3 


66.3 


68.3 


65.4 


88.3 


83.3 


Evaluation test 


Glittering feeling 


O 


O 


O 


O , 


O 


X 


X 


Three- 
dimensional 
feeling 


O 


O 


O 


O 


O 


X 


X 


Writing 
performance 


O 


O 


O 


O 


O 


O 


O 
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Table 2 (Parts by weight) 





Examples 


Com- 
para- 
tive 
E<xaiu- 
ples 


6 


n 
i 


Q 

O 


51. 


i n 


3 


Glittering 
pigment 


M 






7.0 




7.0 






— 


5.0 




5.0 








— 


- 


- 


- 


- 


7.0 


Water-soluble 
resin 


E3 


0.3 


0.3 


- 


- 


— 




o 




— 


0.3 


0.3 


0.2 


0.3 


El 


- 








- 


3.0 


Water-soluble 
organic solvent 


m 


5.0 


* n 
o.u 


O.U 


k n 
o.u 




5.0 












7.0 


- 












14.0 


— 


Colorant 


pi 










2.0 




Pigment base 


El 












40.0 


Antiseptic 

mildew-proofing 

agent 


© 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


86.8 


88.3 


86.3 


88.3 


68.4 


43.8 


Evaluation 
test 


Glittering feeling 


O 


O 


O 


O 


O 


X 


Writing 
performance 


O 


O 


° 


O 


O 


O 
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Table 3 (Parts by weight) 





Examples 


11 


12 


13 


14 


16 


pigment 


® 


7.0 




7.0 






® 




5.0 




5.0 


10.0 


Water-soluble 
resin 


© 


0.3 


0.3 














0.3 


0.3 


0.2 


Colorant 


© 


1.0 


1.0 


— 


- 


- 


<2) 


— 


- 


— 


- 


2.0 


Pigment base 


© 


— 


- 


20.0 


20.0 


— 


Water-soluble 
organic solvent 


© 


5.0 


5.0 


5.0 


5.0 














7.0 




- 


- 


- 


- 


14.0 


Antiseptic 

mildew-proofing 

agent 


© 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


85.3 


87.3 


66.3 


68.3 


65.4 


Evaluation test 


Glittering feeling 


O 


O 


O 


O 


O 


Three- 
dimensional 
feeling . 


O 


O 


O 


O 


O 


Writing 
performance 


O 


O 


O 


O 


O 
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Table 4 (Parts by weight) 









Examples 


Comparative 
Examples 








16 


17 


18 


19 


4 


5 


Glass flake 


© 


0.01 


- 


- 


40.0 


0.005 


50.0 


pigment 




- 


0.5 


30.0 


- 


- 


- 


Water-soluble 


© 


0.3 


0.3 


- 


- 


0.3 


0.3 


resin 




- 


- 


0.3 


0.3 


- 


- 


Colorant 


© 


1.0 


1.0 


1.0 


2.0 




2.0 


Water-soluble 
organic solvent 


© 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


Antiseptic 

mildew-proofing 

agent 




0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


92.29 


91.8 


92.3 


51.3 


93.295 


41.3 




Glittering feeling 


O 


O 


O 


O 


X 


O 


J 

J2 


Three- 
dimensional 
feeling 


O 


O 


O 


O 


X 


O 


* 


Writing 
performance 


O 


O 


O 


O 


O 


X 
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Table 6 (Parts by weight) 





Examples 


Comparative 
Examples 


20 


21 


22 


23 


6 


7 


Glittering 
pigment 


® 


0.01 


- 


- 


40.0 


0.005 


50.0 


@ 


- 


0.6 


30.0 


- 


- 


- 


Water-soluble 
resin 




0.3 


0.3 






0.3 


0.3 


© 






0.3 


0.3 






Water-soluble 
organic solvent 


<X> 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


Antiseptic 
mildew -proofing 
agent 




0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


93.29 


92.8 


63.3 


53.3 


93.295 


43.3 


Evaluation 
test 


GUttering feeling 


O 


O 


O 


O 


X 


O 


Writing 
performance 


O 


O 


O 


o 


O 


X 
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Table 6 (Parts by weight) 





Examples 


24 


25 


26 


27 


28 


29 


30 


Glass flake 
pigment 




5.0 


5.0 


— 


— 


— 


— 


- 


@ 






5.0 










® 










5.0 





_ 




® 










5.0 






Glittering 
pigment 




- 


- 








5.0 




® 














K ft 

o.u 


Water-soluble 
resin 




ft q 

u.o 


ft Q 

u.o 








U.o 




® 






ft Q 
U.O 


ft 0 
U.o 


ft Q 
U.O 




ft O 
U.o 


Colorant 




1 n 

I.U 




1 ft 
l.U 


i ft 

I.U 




i ft 
l.U 


1 ft 
l.U 


® 




1 ft 






1 ft 
l.U 






Water-soluble 
organic solvent 




5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


Antiseptic 

mildew-proofing 

agent 


© 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


87.3 


87.3 


87.3 


87.3 


87.3 


87.3 


87.3 


Evaluation test 


Glittering feeling 


O 


O 


O 


O 


O 


O 


O 


Three- 
dimensional 
feeling 


O 


O 


O 


O 


O 






Writing 
performance 


O 


O 


° 


O 


O 


O 


O 
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Table 7 (Parts by weight) 





Examples 


31 




oo 


Gt 


Glass flake 
pigment 




IO 




i.U 




m 


!■■ 


O.U 




O.U 


Glittering 
niprnent 


m 


■1 








B 


H9 








Water-soluble 
resin 


H3 


1 0.3 






0.2 


0 


| — 


0.3 




0.1 


□ 






0.3 




Colorant 




1.0 


1.0 


— 


— 


13 




— 


— 


— 


Pigment base 


El 




- 


20.0 


20.0 


Water-soluble 
organic solvent 


m 


5.0 


5.0 


5.0 


5.0 


n 










El 




- 


- 


- 


Antiseptic 

mildew-proofing 

agent 




0.1 


0.1 


0.1 


0.1 


Rust-inhibitor 


0.1 


0.1 


0.1 


0.1 


Lubricant 


1.2 


1.2 


1.2 


12 


Water 


85.3 


87.3 


66.3 


68.3 


Evaluation test 


Glittering feeling 


O 


O 


O 


O 


Three- 
dimensional 
feeling 


O 


O 


O 


O 


Writing 
performance 


O 


O 


O 


O 
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Table 8 (Parts by weight) 











Examples 


5 








35 


36 


37 


38 


39 


40 




Glass flake 




5.0 


5.0 


5.0 










pigment 


® 








5.0 


5.0 


5.0 


10 


Glittering 




5.0 






5 0 








pigment 


® 




5 0 












Water-soluble 
resin 


© 


0.3 


0.3 


0.3 


0.3 


0.3 


0.3 


15 


Pigment base 


@ 


- 


- 


20.0 




- 


20.0 




Water-soluble 
organic solvent 




5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


20 


Antiseptic 

mildew-proofing 

agent 


® 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 




Rust-inhibitor 


0 1 


n i 


O 1 


n i 

U.l 


n i 


U.l 


25 


Lubricant 


1.2 


1.2 


1.2 


1.2 


1.2 


1.2 


Water 


83.3 


83.3 


68.3 


83.3 


83.3 


68.3 




Evaluation 
test 


Glittering feeling 


O 


O 


O 


O 


O 


O 


30 


Three- 
dimensional 
feeling 


O 


O 


O 


O 


O 


O 


35 


Writing 
performance 


O 


O 


O 


O 


O 


o 



40 (Example 41) 

[0061] An aqueous glittering ink composition of Example 41 was obtained in the composition and amounts (parts 
by weight) given in Table 9 by the following method of preparation with regard to compounding of the synthetic resin 
emulsion. That is. water, a water-soluble organic solvent and, as needed, other additives are mixed and stirred; a glass 
45 flake pigment is charged to the resultant and stirred; and thereafter a water-soluble thickening resin is added and 
stirred. Next, the mixed liquid is, as needed, adjusted its pH and a colorant is added and stirred as needed. Subse- 
qu ntly, a synthetic resin emulsion is added and mixed. 

[0062] In this preparation, heretofore known dispersing, degassing, filtering techniques and the like were adopted. 
In the foregoing producing process, pH was adjusted to 8.5 with caustic soda. 

50 

(Examples 42 -49) 

[0063] Aqueous glittejjngjnjccom positions of Examples 42 - 49 were prepared in the same manner as Example 41 

except for using the compositions and amounts (parts by weight)^iv^in Tables"9"and 1 0r 

55 

(Comparative Examples 8 - 1 4) 

[0064] Aqueous glittering ink compositions of Comparative Examples 8 -14 were prepared in the sam mann ras 
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Example 41 except for using the compositions and amounts (parts by weight) given in Tables 9 and 10. 

[0065] For information, in Examples 42 -49 and Comparative Examples 8-14 used, heretofore known dispersing, 

degassing, filtering techniques and the like were adopted. 

5 

Table 9 



35 



(Parts by weight) 




Examples 


Comparative Examples 




41 


42 


43 


44 


45 


8 


9 


10 


Glass flake pigment 


<3> 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


5.0 


Water-soluble thickening resin 


<3> 


0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


© 


0.1 


0.1 


0.1 


0.1 


0.1 


0,1 


0.1 


0.1 


Binder component (solids) 




7.5 
















© 




7.5 














<3> 






7.5 




















7.5 










© 










7.5 








© 














2.0 


15.0 


Water-soluble organic solvent 




7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


<3> 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


Pigment base 


® 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


Antiseptic mildew-proofing 
agent 




0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Lubricant 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Water 


63.0 


63.0 


63.0 


63.0 


63.0 


70.5 


68.5 


55.5 


Fixabilrty 


O 


O 


O 


o 


O 


X 


X 


O 


Writing aptitude 


O 


O 


O 


o 


o 


O 


O 


X 


Glittering feeling 


O 


O 


O 


o 


o 


O 


o 


O 


Three-dimensional feeling 


O 


O 


O 


o 


o 


O 


o 


O 


Note) The binder component is indicated by a content of solids (parts by weight). 



45 

Table 10 





(Parts by weight) 






Examples 


Comparative Examples 


50 




46 


47 


48 


49 


11 


12 


13 


14 




Glass flake pigment 


<3> 


5.0 


0.5 


30 


5.0 


5.0 


5.0 


0.005 


50 




Water-soluble 




0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


0.2 


55 


thickening resin 


© 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 




Binder component 
(solids) 




40 






0.01 


0.005 


45 








<2> 




7.5 


7.5 








7.5 


7.5 
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Table 10 (continued) 



10 



15 



20 



25 



(Parts by weight) 




Examples 


Comparative Examples 




46 


47 


48 


49 


11 


12 


13 


14 


Water-soluble 
organic solvent 


<D 


7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


7.0 


<3> 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


15.0 


Pigment base 


<D 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


Antiseptic mildew- 
proofing agent 


<D 


A 1 

U.l 


A i 

U.l 


a h 

U.l 


a i 


U.l 


a 1 


ft 1 


0.1 


Lubricant 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


0.1 


Water 


30.5 


67.5 


38.0 


70.49 


70.495 


25.5 


67.995 


18.0 


Fixabilrty 


O 


O 


O 


O 


X 


O 


O 


O 


Writing aptitude 


O 


o 


O 


O 


O 


X 


O 


X 


Glittering feeling 


O 


o 


O 


O 


0 


X 


X 


O 


Three-dimensional 
feeling 


o 


o 


o 


o 


0 


X 


X 


O 


Note) The binder component is indicated by a content of solids (parts by weight). 



[0066] In Tables 1-10, each raw material composition is as follows: 
(Glass flake pigment) 
30 [0067] 

(J) Trade name "Crystal Color GF2525-M". manufactured by Toyo Aluminium CO., LTD., median diameter = about 
25ujti 

@ Trade name "Crystal Color GF2540", manufactured by Toyo Aluminium CO., LTD., median diameter » about 40 
35 ujn 

<g) Trade name "Metashine REFSX-2025PS", manufactured by Toyo Aluminium CO., LTD., median diameter = 
about 25 ujti 

<3) Trade name "Metashine REFSX-2040PS", manufactured by Toyo Aluminium CO., LTD., median diameter = 
about 40 |im 



40 



45 



50 



(Glittering pigment) 
[0068] 

(J) Aluminum powder pigment: trade name M WXM0630", manufactured by Toyo Aluminium CO., LTD., average par- 
ticle size « about 8 ujti 

@ Pearl pigment: trade name "Iriodin 302", manufactured by Merck Japan Limited, average particle size = about 5 
- 20 urn 

(g) Metal coated inorganic pigment (yellow): trade name "Paliocrom Gold L2002\ manufactured by BASF AG, 
median diameter = about 20 ujn 

<3) Metal coated inorganic pigment (yellow): trade name "Paliocrom Gold L2022", manufactured by BASF AG. 
m dian diameter = about 16 ujn 



55 



(Water-soluble resin) 
[0069] 



© Rhamsan gum: trade name "K7C233\ manufactured by Sansho Co.,Ltd 
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© Whelan gum: trade name "K1C376". manufactured by Sansho Co. ( Ltd 

© Carboxymethyl cellulose (CMC): trade name "Cellogen 7A", number average molecular weight = 27000 - 
33000, manufactured by Dai-ichi Kogyo Seiyaku Co., Ltd. 

@ Xanthan gum: trade name "Kelzan", manufactured by Kelco a unit of Monsanto Company. 
© Polyacrylic acid: trade name "Carbopole 940", manufactured by BF Goodrich Co., Ltd. 
© Succinoglycan: trade name "Reozan", manufactured by Sansho Co., Ltd 

(Water-soluble organic solvent) 

[0070] 

(D Glycerin 

© Dipropylene glycol monopropyl ether 
@ Dipropylene glycol monomethyl ether 
@ Propylene glycol 

(Colorant) 

[0071] 

(D Yellow dye: trade name "Yellow 202 (1)", Acid Yellow 73, Aizen Co., Ltd. 

© Red dye: trade name "Chugai Aminol First pink R\ xanthen-type, manufactured by Chugai Kasei Co., Ltd. 
@ Blue pigment: trade name "Firstgen Blue TGR". phthalocyanine blue, manufactured by Dainippon Ink & Chem- 
icals, Inc. 

® Yellow pigment: trade name "Seikafast Yellow A-3", azo-type, manufactured by Dainichiseika Color & Chemicals 
Mfg. Co.. Ltd. 

© Yellow resin emulsion: trade name "LUMIKOL NKW-2105", yellow fluorescent pigment, manufactured by Nippon 
Keiko Kagaku CO., Ltd. 

© Blue resin emulsion: trade name "LUMIKOL NKW-2108", blue fluorescent pigment, manufactured by Nippon 
Keiko Kagaku CO.. Ltd. 

@ White pigment: trade name "Kronos-KR380". titanium oxide, manufactured by Titan Kbgyo CO.. LTD. 
(Pigment base) 
[0072] 

(3) Pigment base: A pigment dispersion of a pigment base was obtained, in the form of a water dispersion of pig- 
ment (average particle size = 0.08 jim; solid content = 10% by weight), by adding and dissolving triethytamine to a 
mixture obtained by mixing the above-mentioned blue pigment © and the following resin for dispersing pigment in 
the following proportion, and thereafter conducting dispersion with a ball mill. As the resin for dispersing pigment 
was used a styrene-acryl copolymer (trade name "JOHNCRYL J683", Johnson Polymer Co., Ltd., weight average 
molecular weight = 8000). 

Blue pigment © 5 parts by weight 

Resin for dispersing pigment 1 part by weight 

© Pigment base: A pigment dispersion of a pigment base was obtained, in the form of a water dispersion of pig- 
ment (average particle size = 0.08 \im; solid content = 10% by weight), by adding and dissolving triethylamine to a 
mixture obtained by mixing the above-mentioned yellow pigment ® and the following resin for dispersing pigment 
in the following proportion, and thereafter conducting dispersion with a ball mill. As the resin for dispersing pigment 
was used a styrene-acryl copolymer (trade name "JOHNCRYL J683", Johnson Polymer Co., Ltd.. weight average 
molecular weight = 8000). 

Yellowpigrnent'® - " 5 parts by weight- . 

Resin for dispersing pigment 1 part by weight 

© Pigment base: A pigment dispersion of a pigment base was obtained, in the form of a water dispersion of pig- 
ment (average particle size = 0.4 jim; solid content = 10% by weight), by adding and dissolving triethylamine to a 
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mixture obtained by mixing the above-mentioned white pigment ® and the following resin for dispersing pigment 
in the following proportion, and thereafter conducting dispersion with a ball mill. As the resin for dispersing pigment 
is used a styrene-acryl copolymer (trade mane "JOHNCRYL J683". Johnson Polymer Co., Ltd., weight average 
molecular weight = 8000). 

White pigment ® 5 P arts b V we '^ hl 

Resin for dispersing pigment 1 part by weight 

(Antiseptic mildew-proofing agent) 



10073] 

<D 1 ,2-Benzoisothiazolin-3-one (trade name "Proxell GXL". Hoechst Synthesis Co., Ltd.) 
15 (Rust-inhibitor) 
[0074] 

Benzotriazote 

20 

(Lubricant) 
(0075] 

25 Maleic monoamide 

(Preparation of test samples) 

[0076] Next each of the ink compositions of Examples and Comparative Examples given in Tables 1 - 10 was 
30 packed into each of the ink containers made of a hollow polypropylene tube equipped with a ball-point pen tip made of 
stainless steel (ball material: silicon carbide), and ball-point pens of test samples having the ink containers therein were 
prepared. 

(Evaluation test) 

[0077] Glittering feeling and three-dimensional feeling of each ink composition for Examples and Comparative 
Examples qrven inTaWe 1 and glittering feeling of each ink composition for Examples and Comparative Examples given 
in Table 2 were evaluated by writing on a commercially available loose-leaf sheets with these ball-point pens. Glittering 
feeling and three-dimensional feeling of each ink for Examples and Comparative Examples given in Tables 3 - 4 glrtter- 
ina f eling of each ink for Examples and Comparative Examples given in Table 5, glittering feeling and three-dimen- 
sional feeling of the ink for Example 28 given in Table 6 and glittering feeling of each ink for Examples 29 and 30 given 
in Table 6 were evaluated. Glittering feeling and three-dimensional feeling of each ink wherein other water-soluble res- 
ins were incorporated were evaluated for Examples 31 - 34 given in Table 7. Glittering feeling and three-dimensional 
feeling of each ink were evaluated for Examples 35 - 40 given in Table 8. Also writing performance was evaluated for 
each Example and each Comparative Example given in Tables 1 - 8. Glittering feeling, three-dimensional feeling and 
furthermore fixabilrty and writing aptitude were evaluated for each ink of Examples 41 - 49 containing resin emulsions 
given in Tables 9 and 10. 



so 
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(Evaluation of glittering feeling) 

[0078] Evaluation of the glittering feeling was conducted by visual observation of writing conditions. Rating criteria 
were: Q for ones havin 9 strong glittering feeling; X for ones having little or no glittering feeling. 



(Evaluation of three-dimensional feeling) — 

[0079] Evaluation of the three-dimensional feeling was also conducted by visual observation. Rating criteria were:. 
O for ones having three-dimensional feeling; X for ones having no three-dimensional feeling. 
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(Evaluation of writing performance) 

[0080] The writing performance was evaluated according to feeling in writing. Rating criteria were: O tor ones nav_ 
ing good writing performance and permitting smooth writing; X for ones having poor writing performance and not per- 
mitting smooth writing very much. 

(Test of fixability) 

[0081] The fixability shown in Tables 9 and 10 was evaluated according to the following criteria by writing on com- 
mercially available loose-leaf sheets with ball-point pens of test samples according to every Example and Comparative 
Example, drying the handwritings, thereafter adhering commercially available adhesive cellophane tapes thereon, and 
then visually observing conditions after peeling the tapes. 

O : A glass flake pigment remains on the handwriting and the glittering feeling before peeling of the cellophane 
tape has not been lost. 

X: A glass flake pigment is peeled from the handwriting and the glittering feeling before peeling of the cellophane 
tape has been lost. 

(Test of writing characteristics) 

[0082] The writing characteristics shown in Tables 9 and 10 were evaluated by writing on commercially available 
loose-leaf sheets with ball-point pens of test samples according to every Example and Comparative Example, and rat- 
ing writing feeling according to the following criteria. 

O : Writing feeling is smooth. 
• X: Writing feeling is heavy and the ink does not follow. A double-line handwriting was obtained. 

[0083] Tables 1-10 show results of glittering feeling, three-dimensional feeling and writing performance in each 
Exarrple and each Comparative Example. 

[0084] From Table 1 , in Examples 1 and 2 were obtained handwritings having both strong glittering feeling like sun- 
shine and strong three-dimensional feeling. In Examples 3 and 4 were obtained handwritings having strong glittering 
feeling like stars twinkling in the night sky and strong three-dimensional feeling. In Example 5 were obtained a coated 
film with glittering feeling and three-dimensional feeling inside and a double-colored red handwriting outside. On the 
other hand, in Comparative Examples 1 and 2 were obtained handwritings having weak glittering feeling but having no 
three-dimensional feeling. Writing performances of the inks of Examples 1 - 5 were good as in Comparative Examples 
1 and 2. 

[0085] From Table 2, in Examples 6 -9 containing metal coated inorganic pigments as glittering pigments were 
obtained golden handwritings with strong glittering feeling. Likewise, in Example 10 containing a metal coated inorganic 
pigment as a glittering pigment were obtained a coated film having glittering feeling inside and a double-colored red 
handwriting. On the other hand, in Comparative Example 3 containing an aluminum powder pigment as a glittering pig- 
ment was obtained a golden metallic handwriting having poor and weak glittering feeling. Writing performances of the 
inks of Examples 6-10 were good as in Comparative Example 3. 

[0086] The ink compositions of Examples 1-5 containing glass flake pigments can provide handwritings with 
unprecedented unique feeling since these ink compositions can provide handwritings with both strong glittering feeling 
and strong three-dimensional feeling by comprising glass flake pigments and colorants instead of using glittering pig- 
ments as in Comparative Examples 1 - 2. 

[0087] The ink compositions of Examples 6-10 cannot provide strong three-dimensional feeling but can provide 
handwritings or coated films having strong glittering feeling without loosing glitter in comparison to the ink composition 
of Comparative Example 3. 

[0088] From Table 3, the inks of Examples 1 1 and 1 2 provided handwritings having strong glittering feeling like sun- 
shine and strong three-dimensional feeling as in the inks of Examples 1 and 2. The inks of Examples 13 and 14 pro- 
vided handwritings having strong glittering feeling like stars twinkling in the night sky and strong three-dimensional 
feeling as in the inks of Examples 3 and 4. The ink of Example 15 provided a glittering coated film inside and a double- 
coloTedTed handwriting outside as in the ink of Example-10.The jnks,ofJhes^_Exam ples 1 1 - 15 were also good in writ- 
ing performance. 

[0089] From Table 4, the inks of Examples 16-19 containing glass flake pigments in 0.01 - 40% by weight relative 
to the total amount of the ink compositions provided good writing performances and also provided handwritings having 
strong glittering feeling and three-dimensional feeling. On the other hand, the ink of Comparative Example 4 containing 
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a glass flake pigment in less than 0.01% by weight relative to the total amount of the ink composition did not provide 
strong glittering feeling and the glittering feeling was poor and weak. Moreover, the ink of Comparative Example 4 also 
had weak three-dimensional feeling which had been reduced. On the other hand, the ink of Comparative Example 5 
containing a glass flake pigment in more than 40% by weight relative to the total amount of the ink composition had both 

5 strong glittering feeling and strong three-dimensional feeling, but had poor writing characteristics. 

[0090] From Table 5, the inks of Examples 20 - 23 containing metal coated inorganic pigments as glittering pig- 
ments in 0.01 - 40% by weight relative to the total amount of the ink compositions provided good writing performances 
and also provided handwritings having strong glittering feeling. On the other hand, the ink of Comparative Example 6 
containing a metal coated inorganic pigment in less than 0.01 % by weight relative to the total amount of the ink compo- 

10 sition provided no strong glittering feeling and the glittering feeling was poor and weak. On the other hand, the ink of 
Comparative Example 7 containing a metal coated inorganic pigment in more than 40% by weight relative to the total 
amount of the ink composition had strong glittering feeling, but had poor writing performance. 
[0091] From Table 6, the inks of Examples 24 - 28 provided fluorescent handwritings having strong glittering feeling 
and three-dimensional feeling. The inks of Examples 29 and 30 provided fluorescent golden handwritings having strong 

15 glittering feeling. In the case of these inks, writing performance was also good. 

[0092] From Table 7, also the inks of Examples 31 to 34 wherein water-soluble resins including xanthan gum, poly- 
acrylic acid and succinoglycan are compounded provided handwritings having strong glittering feeling and three-dimen- 
sional feeling. Moreover, from Table 8, in the case of the inks of Examples 35 - 40 containing an aluminum powder 
pigment, titanium oxide and the like, the colors of the handwritings were cleariy shown up even on a black paper 

zo because of their sufficient opacifying power, and glittering handwritings having strong glittering feeling and three-dimen- 
sional feeling were obtained. 

[0093] From Tables 9 and 10, the aqueous glittering ink composition of Examples 41 • 49 exhibited glittering feeling 
suggestive of a jewel, aquamarine, and provided good fixabilrty and good writing aptitude. 

[0094] On the other hand, in Comparative Example 8 were obtained glittering feeling and three-dimensional feeling 
25 suggestive of a jewel, aquamarine, but no fixabilrty was obtained at all. In Comparative Example 9, glittering feeling and 
three-dimensional feeling suggestive of a jewel, aquamarine, were obtained and writing aptitude was good, but no fix- 
ability was obtained at all Moreover, in Comparative Example 10, glittering feeling and three-dimensional feeling sug- 
. gestive of a jewel, aquamarine, were obtained and fixabilrty was good, but writing performance was poor. 
[0095] Furthermore. Table 10 shows that the ink compositions of the Examples preferably contain the synthetic 
so resin emulsions in 0.01 - 40% by weight in solids relative to the total amounts of the ink compositions. It also shows that 
the ink compositions of the Examples preferably contain the glass flake pigments in 0.01 - 40% by weight relative to the 
total amounts of the ink compositions. 

[0096] Moreover, although each of the above-mentioned Examples applied the ink compositions for those for ball- 
point pens, it can be used for other writing tools, printing inks, fields pertaining to coatings, to cosmetics, and the like. 
35 [0097] Since the present invention is an aqueous glittering ink composition containing a glass flake pigment, a 
water-soluble resin, a water-soluble organic solvent and water, it can provide an unprecedented unique handwriting or 
coated film having glittering feeling and three-dimensional feeling stronger than that of aqueous ink composition using 
conventional glittering pigments. In particular, in the case of the foregoing aqueous glittering ink composition containing 
a colorant together with a glass flake pigment, the strong glitter depending upon the hue of the colorant can be provided 
40 to a handwriting or a coated film. 

[0098] Furthermore, the aqueous glittering ink composition wherein a metal coated inorganic pigment is com- 
pounded as a glittering pigment and which contains, at least, a water-soluble resin, a water-soluble organic solvent and 
wat r can provide a handwriting or a coated film having strong glittering feeling without loosing glittering feeling in com- 
parison to the aqueous ink composition using conventional glittering pigments. Moreover, in the case of the above-men- 
45 ttoned aqueous glittering ink composition containing a colorant together with a metal coated inorganic pigment, the 
strong glitter depending upon the hue of the colorant can be provided to a handwriting or a coated film. 
[0099] . Moreover, the aqueous glittering ink composition containing a glass flake pigment, a water-soluble thicken- 
ing resin, a water-soluble organic solvent and water as essential ingredients and containing a binder component, pref- 
erably a synthetic resin emulsion, for fixing the glass flake pigment to a handwriting or a coated film can improve 
fixabilrty of the glass flake pigment to the handwriting or the coated film and can continue to provide stronger glittering 
feeling and three-dimensional feeling to the handwriting or the coated film without deteriorating ink characteristics or 
writing characteristics and without inhibiting effects of the compounding of the glass flake pigment on the strong glitter- 
ing feeling and three-dimensional feeling. 



55 Claims 

1. An aqueous glittering ink composition containing a glass flake pigment, a water-soluble resin, a wat r-soluble 
organic solvent and water as essential ingredients. 
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2. An aqueous glittering ink composition containing a metal coated inorganic pigment, a water-soluble resin, a water- 
soluble organic solvent and water as essential ingredients. 

3. An aqueous glittering ink composition containing a glass flake pigment, a water-soluble resin, a water-soluble 
5 organic solvent, water and a colorant as essential ingredients. 

4. An aqueous glittering ink composition containing a metal coated inorganic pigment, a water-soluble resin, a water- 
soluble organic solvent, water and a colorant as essential ingredients. 

10 5. A composition as claimed in claim 1 or claim 3, wherein the content of the glass flake pigment is 0.01 - 40% by 
weight relative to the total amount of the ink composition. 

6. A composition as claimed in claim 2 or claim 4, wherein the metal coated inorganic pigment is contained in 0.01 - 
40% by weight relative to the total amount of the ink composition. 

15 

7. A composition as claimed in any one of claims 1 , 3 and 5, wherein the glass flake pigment has a median diameter 
of 5- 100 urn. 

& A composition as claimed in any one of claims 2, 4 and 6, wherein the metal coated inorganic pigment has a 
20 median diameter of 5 - 1 00 fim. 

9. A composition as claimed in any one of claims 1 to 8, wherein the water-soluble resin is contained in 0.01 - 40% by 
weight relative to the total amount of the ink composition. 

25 10. A composition as claimed in any one of claims 1 to 9, further containing a colorant in 0.01 - 30% by weight relative 
to the total amount of the ink composition. 

11. A composition as claimed in any one of claims 1 to 10, further containing an opacifying pigment. 

30 12. A composition as claimed in claim 1 or claim 3, or any claim dependent on claim 1 or claim 3, containing, as an 
essential ingredient, a binder component for fixing the glass flake pigment to a handwriting or a coated film. 

13. A composition as claimed in claim 12, containing a synthetic resin emulsion as the binder component. 

35 14. A composition as claimed in claim 13, wherein the synthetic resin emulsion is contained in 0.01 - 40% by weight in 
solids relative to the total amount of the ink composition. 

15. A composition as claimed in claim 1 3 or claim 14, wherein the content of the glass flake pigment is 0.01 - 40% by 
weight the water-soluble resin is 0.01 - 40% by weight and the water-soluble organic solvent is 1 to 40% by weight, 

40 relative to the total amount of the ink composition. 

16. A composition as claimed in any one of claims 1 3 to 15, wherein the synthetic resin emulsion has an anionic prop- 
erty or a no n ionic property and its minimum film forming temperature is not higher than 20°C. 
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